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PROCESSES             Place the two wires together to form parallel

Joining                  stems for the three loops.

the

Wires

QUESTIONS

1.   Why do the holes in the draw plate rust?

Rusting is sometimes caused by drawing wire which has not
been thoroughly dried.

2.   Can half-round wire be made by using a draw plate with round
holes?

Half-round wire may be made by flattening one or both sides
of round wire slightly with a file or by rolling or drawing,
doubling the length of wire, placing the flattened sides to-
gether and drawing as a single wire. A knife blade can be
inserted between the two wires as they go through the plate
to keep them from twisting.

3.  Is it possible to twist a single wire?

Wire which has a definite edge can be twisted.

4.  What should be done to a length of wire which has twisted un-
evenly, some parts of the length a looser twist than other parts?

Anneal the wire where it has twisted loosely, return to the
vise and continue twisting. These loose parts will tighten
and give the full length of wire a uniform twist.

5.   Can mandrels be purchased any shape or size for coiling wire?

Mandrels are usually made out of wire or rod, any size or
section, depending upon the diameter of the coil desired.

6.  Is it necessary to place the paper on all mandrels before coiling
the wire?

All mandrels other than circular in form should be wrapped
with paper before coiling the wire; when the coil is annealed
the paper will burn and the coil can be removed easily.